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(54) Gallium nitride-type semiconductor device 

(57) GaN-type LED or LD made on a (OOOI)GaN 
single crystal substrate having natural cleavage planes 
on sides. A GaN/GaN LED has a shape of a equilateral 
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or rhombus. A GaN/GaN LD has a shape of a parallelo- 
gram with cleavage planes on two ends and two sides. 
Another GaN/GaN LD has a shape of a square with 
cleavage planes on two ends. 
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Description 

[0001 ] This invention relates to llglit emitting deuces, 
e.g. ligtit emitting diodes (LEDs). semiconductor lasers 
(LDs) and so on tiiat utilize gallium nitride (GaN) single 
crystal substrates. GaN-type devices have already been 
put into practice as blue light emitting devices. It is 
Impossible to obtain a large-scaled QaN substrate, so 
that nowadays, gallium nitride (GaN) is heteroepitaxiatly 
grown on a pertinent foreign material as a substrate 
other than GaN. Here, the "GaN-type" includes mixed 
crystals, for example, InGaN, AIGaN and so on, 
because they are also epitaxially grown in the case of 
producing light emitting devices. 
[0002] Conventionally, almost all the light emitting 
devices using nitride-type semiconductors use sapphire 
as substrates. The sapphire substrate is used for pro- 
ducing IDb ( Laser Diodes), LEDs (Ught Emitting 
Devices) and so on by growing GaN-type fUms thereon. 
Sapphire is a suitable material for the substrate of the 
epitaxial growth at a high temperature due to Its proper- 
ties, e.g. high stability, high rigidity, high heat-resistance, 
high chemical resistance and so on. The growth of a 
GaN single crystal has been brought into practice 
through the developments of an AIN buffer technique 
and a low-temperature GaN buffer technique, in spite of 
about 16% of lattice mismatching between the GaN sin- 
gle crystal and the sapphire substrate. Since thin GaN- 
type crystal layers are grown alone on a sapphire sub- 
strate, the GaN layers accompanied by the sapphire 
substrate are directly processed to make a light emitting 
device. The basic part of a GaN-type LED or a GaN- 
type LD is made of sapphire. To be brief only extremely 
thin GaN layers, which are a light emitting part, are 
deposited on a sapphire substrate. As a result, such a 
complex device consisting of sapphire and GaN. i.e. 
GaN/sapphire. has two serious drawbacks. 
[0003] One is a great number of crystal defects. The 
16% lattice mismatching between GaN and sapphire 
obliges the GaN film to heighten the density of defects, 
because the GaN film is heteroepitaxially grown on the 
sapphire. The GaN light emitting diodes and GaN laser 
diodes put on sale have high densities of dislocations, 
for example, about 109cm-2. but they can emit strong 
blue light The lifetime of GaN-type LED is supposed to 
be about 10, 000 hours in spite of many defects 
included in the GaN-type films. This fact goes against 
the common sense in the conventional semiconductors, 
but is true. The high density of defects is, however, sup- 
posed to depress the lifetime in the case of GaN LDs 
because of high current densities. Therefore, a GaN- 
type laser diode having a fower density of defects is 
supposed to enjoy a higher efficiency and a longer life- 
time. 

[0004] The other drawback of the sapphire substrate 
is derived from "non-deavage". that is. the lack of cleav- 
age planes. Since an Si substrate or a GaAs substrate 
has natural cleavage planes in the directions perpendic- 



ular to each other, a wafer is easily diced up into individ- 
ual chips along two groups of parallel lines being at right 
angles to each other and to the wafer surface. The 
cleavage plane is an even and min-a surface. IHence. 
5 the dicing is easily done because of the natural cleav- 
age planes. 

[0005] In contrast to Si or GaAs. since sapphire has 
no cleavage planes, the sapphire is forced into cutting 
with a mechanical cutter, for example, a rolling blade for 

10 dicing up a processed sapphire wafer into individual 
LED chips. It takes much time to dice the sapphire wafer 
into individual chips line by line because of the rigidity 
and the non-deavage of sapphire. Further, cut surfaces 
are not a smooth mirror plane. This fault is called Ihe 

IS difficulty of cutting". 

[0006] Besides the difficulty of cutting, tiiere exists 
another difficulty of producing a resonator in the case of 
U>s. As mentioned above, since tiie GaN film deposited 
on sapphire has non-cleavage, a cut surface forcedly 

20 diced by a mechanical means would not be an even mir- 
ror surface and would have a low reflection factor, even 
if the cut surface were polished, unlike the natural cleav- 
age plane. The natural cleavage planes should be 
assigned to resonator surfaces. 

25 [0007] This invention is conceived for solving the prob- 
lems tiiat the sapphire substrate has non-cleavage and 
tiie GaN film grown on the sapphire substrate has a 
high density of dislocations. There is no way to over- 
come tiiese difficulties as long as sapphire is used as a 

30 substrate material. The use of sapphire should be aban- 
doned. 

[0008] Another idea is proposed in which SiC is used 
as a substrate material instead of sapphire. SiC is 
endowed witii cleavage, rigidity and heat-resistance, but 

35 SiC is too expensive to supply If SIC were used as a 
substrate material, still a higher cost would be required. 
Although SIC Is made tentatively and experimentally for 
using as a substrate material, tiie mass-production of 
SiC substrates is not practical yet. 

40 [0009] Even rf a foreign substrate material,.which dif- 
fers from GaN, has cleavage, such cleavage is only for 
substrate aystals. Not all foreign substrate crystals 
coincide with the GaN thereon in cleavage. The dicing 
would become easier due to tiie deavage of substrate 

45 materials, but tiiere is no qualification for working as a 
resonator of the LD. 

[0010] GaN single aystal endowed with deavage is 
tiie most suitable for a substrate of a GaN light emitting 
device. When a GaN film is homoeprtaxially grown on a 

50 GaN substrate, the density of dislocations must be 
much less tiian in GaN layers grown on other crystals. 
. Hence, tiie GaN laser diode deposited on the GaN sub- 
strate ought to have a longer lifetime tiian tiie lasers on 
otiier substrate crystals. 

55 [001 1 ] GaN substrate is ideal for growing a GaN layer, 
but a large-scaled bulk GaN crystal capable of using as 
a substrate could nev r be produced. Bridgman metiiod 
and Czochraiski mettiod are appropriate methods for 
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producing large-scaled crystals. The first steps of these 
methods start from a material melt. A large sized single 
crystal is produced by dipping a seed crystal into the 
material melt and expanding a solid part gradually. How- 
ever, GaN never becomes a melt by heating. Therefore, 
the crystal growth methods for obtaining a solid phase 
from a liquid phase can not be used for GaN. Ga-GaN 
solution can be produced by dissolving a small amount 
of GaN into a Ga solvent, but a large-scale equipment 
i.e. ultrahigh pressure vessel, is necessary for obtaining 
tens of thousands of atmosphere pressure. The space 
satisfying ultrahigh pressure condition is too narrow to 
make a large-scale, bulk crystal. As a result, it is impos- 
sible to make a GaN crystal large enough to enrploy as 
a substrate by the commonplace crystal growth meth- 
ods, i.e. Bridgman method and Czochralski method, 
because these methods are for obtaining solid phases 
from liquid phases. Another method, for example, subli- 
mation method seems to be available, because GaN 
solid is heated to be gas directly, but the sublimation, 
method can not produce a large-scale single crystal 
enjoying a regular orientation and a regular shape. After 
all, every ordinary single aystal growth method is unfit 
for GaN. 

[001 2] Inventors of this invention thought of an Innova- 
tive idea that the layer growth methods can be diverted 
to the production of substrate crystal. A large-scale 
GaN thin layer is heteroepitaxially grown on a GaAs 
substrate by the vapor phase growth method. The thick- 
ness of the GaN layer Is increased step by step, and the 
GaN layer with a sufficient thickness is ot^ained in the 
end. In the concrete, the GaAs substrate is coated with 
a special mask having windows and each GaN layer is 
individually deposited within each aperture part (win- 
dow) formed on the mask. GaN layers are unified above 
the mask to make a freestanding GaN bulk single crys- 
tal. Independent individual GaN nuclei generated within 
the windows bring about the growth of a large-scale 
GaN single crystal. It is called lateral growth". Various 
shapes are available for mask windoyvs, tor example, 
dotted windows, striped windows and so on. Here, we 
will explain about the GaN lateral growth method in 
detail in which a mask having dotted windows is 
adopted. 

[0013] This method has been disclosed in Japanese 4S 
Patent Application No.H9-298300 (No.298300/1997) 
and Japanese Patent Application N0.HI 0-9008 
(No.9008/1 998) which were filed by the applicant of this 
invention. Firstly, the lateral growth of GaN will be 
explained, which will be written in the item of Embodi- so 
ments of the present invention. GaAs (1 1 1) A surface is 
used as a substrate, which has three-fold symmetry. 
The GaAs (111) A surface is a plane occupied only by 
Ga atoms lining up. The GaAs (1 11 ) B surface is a plane 
occupied only by As atoms lining up. The substrate is ss 
coated with a mask made from Si02 and so on that are 
materials for inNbiting the growth f GaN. Groups of 
windows lining up in the direction of [11-2] are provided 



with the mask. Each window is formed n th vertexes 
of an equilateral triangle having one skie in [1 1 -2] direc- 
tion. 

[0014] Fig.1 shows an arrangement plan of the mask 
and the windows. Series of windows are anranged by a 
regular pitch of "d" in [1 1 -2] direction. The distance In [- 
1 10] direction between neighboring series Is expressed 
by 3^^ d/2. One window has six nearest neighbor win- 
dows, and every distance between neighboring win- 
dows is "d". The size and the shape of window are 
arbitrary. The arrangement Is very important No GaN 
nucleus occurs on the mask but GaN nuclei occur only 
in the GaAs revealed foundation, wherein the GaN 
nuclei conform to the GaAs crystal in orientation. 
Hence, the GaN surface becomes a (0001) plane hav- 
ing six rotation symmetry. 

[0015] Fig. 4(1) is a partial sectional view of tiie 
anrangement plan of the windows and the mask shown 
in Fig.1. Here, rules with respect to the orientation will 
be written. In crystallography, symbols for expressing 
plane orientations collectively are assigned by enclos- 
ing plane indexes with middle brackets, i.e. (kmn). The 
collective expression contains all planes capable of 
changing to individual planes (Mm) by all symmetry 
operations (O) included In the aystal system. IndMdual 
plane aientations are expressed by enclosing plane 
indexes with snnall brackets, i.e. (Mm). 
[0016] The directions perperxlicular to these Individ- 
ual plane orientatk)ns are expressed with the same 
plane indexes. The indlvklual directions are expressed 
by enclosing plane indexes with large brackets, i.e. 
[Mm]. The collective orientation is denoted by enclosing 
plane indexes with quotation marks, i.e. ( Mm ) . The col- 
lective expression ( Mm) is an assembly of all individual 
directions capable of changing to individual directions 
[Mm] by all symmetry operations (O). These expres- 
sions are basic rules, but are sometimes misused. 
[001 7] The plane indexes Mm are positive or negative 
integers. When tiie plane indexes are negative integers, 
horizontal lines are put above numbers, which Is used in 
the figures of this invention, but in the specification, 
minus marks are put in tiie front of numbers. Since com- 
mas are not put between numbers, it is uneasy to 
understand directly, but such an expression is unavoid- 
able. -2 of [11-2] means 2 In negative direction, so tiiat 
a minus mark should be put above the number 2. 
[001 8] GaAs is a cubic symmetry aystal. Three axes 
a, b and c are of equal length and are perpendicular to 
each otiier. A set of planes is simply denoted by three 
plane indexes (Mm). The first plane of the set of parallel 
planes goes across three axes a. b and c at the points 
of a/Kb/l.andc/m. 

[0019] GaN is a hexagonal symmetry system. Four 
axes a. b. d and c are used. Three axes a, b and d are 
main axes being at an angle of 120 degrees with each 
otfier on a plane, and are not independent each otiier. 
C-axis is perpendicular to these three axes a, b and d. 
GaN crystal has a six-fold symmetry around c-axIs. 
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There ar two s rts of expressi n, ne is four-index 
expression and the other is three-index expression for 
hexagonal synvnetry crystal. Here, the four-Index 
expressi n is used. The plane (Mnm) means that the 
first plane of the set goes across the axes a, b. d and c 
at the points of a/k. b/l. d/h and c/m. c axis is independ- 
ent but the axes a, b and d are not independent. There 
exists the zero-sum rule. Le. k+knsO . among three 
indexes of a, b and d. The plane (0001) is a surface (c- 
plane) having a six fold symmetry around a normal line 
(c-axis). 

[0020] A GaN buffer layer is grown on the GaAs sub- 
strate coated with the mask, which is shown by Rg. 1 
and Rg.4(2), at a relatively low temperature by vapor 
phase growing methods, for example. MOC (MetallOr- 
ganic Chloride) method, HVPE (Halide Vapor Phase 
Epitaxy) method, MOCVD (MetallOrganic Chemical 
Vapor Deposition) method and so on. The growth of 
GaN buffer layer is illustrated in Rg.4(2). The GaN layer 
is further grown beyond the thickness of the mask at 
high tenperature. As shown by Rg.4{3), the thickness 
of the GaN layer becomes much thicker than that of the 
mask. In this case, the sublimatton method is also allow- 
able as well as MOC. HVPE. MOCVD and so on. The 
GaN crystal spreads also on the mask as soon as the 
GaN layer exceeds the mask in thickness, which is 
shown by Rg.2. Each GaN crystal expands in the shape 
of a regular hexagon from each window (aperture). 
When the GaN buffer layers continue to grow beyond 
the mask, the GaN layers are brought to contact with the 
neighboring GaN layers growing from neighboring win- 
dows, which is shown by Rg.3. 
[0021] When the GaN layer is further grown, a thick 
GaN crystal is produced, as shown by Rg.4(3). In the 
next stage, the GaAs substrate is removed 1^ etching. 
The mask is also removed by polishing. A thick, isolated 
GaN layer can be produced by the epitaxial growth 
methods. This crystal is utilized as a substrate crystal 
due to the independency (freestanding state). 
[0022] The methods of producing a GaN crystal will be 
desaibed hereafter. These methods are vapor phase 
epitaxies but have differences in starting materials and 
intennediate products. 

1. HVPE (Halide Vapor Phase Epitaxy) method 

[0023] Molten gallium (Ga) reacts with HCI to gener- 
ate GaCI and GaCI reacts with ammonia (NH3 ) to syn- 
thesize GaN. that is. 

Ga + HCI GaCI. GaCI + NH3 ^ GaN 

Metal gallium (Ga) is used as a Ga material. This 
method is characterized in that GaCI has been once 
synthesized, which is the reason why the word "Halide" 
is annexed thereto. 



2. MOC (Metallorganic Chloride) method 

[0024] Metallorganic galHum, e.g. trimethyl gallium 
Ga(CH3)3, reacts with HCI to generate GaCI. and GaCI 
5 reacts with ammonia (NH3) to synthesize GaN, that is, 

Ga(CH3)3 + HCI ^ GaCI. GaCI -1- NH3 GaN 

3. MOCVD (Metallorganic Chemical Vapor Phase Dep- 
10 osition) method 

[0025] Metallorganic gallium. e.g. trimethyl gallium 
Ga(CH3)3. reacts with ammonia (NH3) directly to syn- 
thesize GaN. that is, 

15 

Ga(CH3)3 + NH3->GaN 

[0026] The difference between MOC method and 
MOCVD method should be noticed. MOCVD is a popu- 

20 lar method for growing GaN on sapphire, 

[0027] Rg.5 shows a schematic view of an HVPE 
apparatus. A cylindrical heater 2 is equipped around a 
vertical reactor 1. The heater is actually divkied into 
several parts in the vertical direction in order to form the 

25 distribution of temperature. Material gas leading tubes 3 
and 4 are inserted into the top of the reactor 1 . (NH3 + 
H2) gas is introduced from the material gas leading tube 
3. and (HCI + gas is introduced from the material 
gas leading tube 4. There is a Ga vessel f 91ed with metal 

30 Ga at an upper position of the reactor 1. Ga melt 6 is 
produced by heating tine metal gallium (Ga). A suscep- 
tor 7 and a shaft 8 are provided with the bottom of the 
reactor 1. and they can rotate and move up and down. 
A GaAs substrate .9 is positioned on ttie susceptor 7. 

55 The reactor 1 has a gas exhaust hole 10 connecting to 
a vacuum exhaust device (that is not shown) on the bot- 
tom side. HCI reacts witii Ga liquid to generate GaCI. 
The generated GaCI flows downward and reacts with 
NH3. GaN grows on a GaAs wafer 9 as a layer. 

40 [0028] To achieve tiie foregoing objects and in accord- 
ance with the purpose of the invention, embodiments 
will be broadly described herein. 
[0029] A purpose of the present invention is to provide 
a GaN-type light emitting device having cleavaged 

45 sides. Anotfier purpose of the present invention is to 
provide a GaN-type light emitting device in various 
shapes having the sides all cleavaged. 
[0030] This invention produces a GaN light emitting 
device by using GaN as a substrate in order to get 

so deavage planes, and dices up ttie GaN light ennitting 
device into a plurality of light emitting device chips along 
tiie cleavage planes. To be more concrete, this invention 
includes tiie steps of depositing the GaN-type thin layer 
on the GaN (0001) substrate by the epitaxial growtii 

55 metiiods. forming an n-skie electrode to tiie bottom of 
the GaN (0001) substrate, forming a p-side electrode to 
the top of the GaN-type layer, producing a plurality of 
light emitting device structures in both vertical and hori- 



4 



7 



EP0 961328 A2 



8 



zontal directions, and cutting the light emitting desnce 
structures into chips along the cleavage planes. The cir- 
cumferences of chips should be cut along cleavage 
planes. The dicing process is simplified, because the 
chip division fully or partially utilizes the natural cleav* 5 
age. The whole circumferences are cut along cleavage 
planes in the case of LEDs. Hence, the LED of this 
invention has cleavage planes in all side surfaces. In the 
LD of this invention, resonator surfaces are defined to 
be cleavage planes, and other surfaces except for the 10 
resonator surface are not necessary to be cleavage 
planes. 

[0031] The cleavage plane of GaN is expressed wrth 
{1-100}. which is also expressed with individual planes, 
that is. (MOO), (01-10), (-1010), (-1100). (0-110) and is 
(10-10). The GaN substrate has a (0001) surface. Each 
individual plane is at an angle of 60 degrees with each 
other, and further is perpencficular to the substrate sur- 
face. When the GaN crystal is cut along the cleavage 
planes, the circumference sides of the GaN crystal are 20 
at right angles with the substrate surface. Since the cir- 
cumferences are a cleavage planes in the LED of this 
inventioa the inner angles of the corers are either 60 
degrees or 120 degrees. The inner angle of 90 degrees 
does not exist in the LEDs. 2S 
[0032] It is possible to provide a variety of LED chips 
in shape that are diced along cleavage planes, for 
example, an equilateral triarigle LED chip (shown by 
Rg.7), a lozenge LED chip (shown by Fig.8), a parallel 
quadrilateral chip (shown by Fig.9). a trapezoid chip so 
(shown by Rg.10). a regular hexagon chip (shown by 
Fig.11)andsoon. 

[0033] In the LD of this invention, resonator surfaces 
are at least formed by the cleavage. If other sides 
require cleavage planes, a parallel quadrilateral or a sff 
trapezoid is available. If other sides require no cleavage 
planes, rectangle chips are allowable. When the reso* 
nator surfaces are cleavage planes, they are even and 
have a high reflective factor. 

[0034] This invention makes light emitting devices, 40 
e.g. LED, LD and so on by eprtaxially growing GaN-type 
layers on the (0001)GaN single crystal substrate wafer, 
and cutting the processed GaN wafer along the cleav- 
age planes {1-100} into chips. The natural cleavage is a 
great help to an easy dicing of the wafer to chips. This 4s 
invention can gift a low cost of production to the GaN- 
type light emitting devices. LEDs having different 
shapes are desirable for anisotropic light sources. In the 
case of LDs, the cleavage plane becomes a mirror sur- 
face. This invention is effective in enhancing the proper- so 
ties and the yield of GaN-type LEDs and LDs. 
[0035] Examples of the invention will be described 
with reference to the several figures of the accompany- 
ing drawings in which: 

ss 

Fig. 1 is a partial plan of a mask having square win- 
dows at vertexes of equilateral triangles wherein 
one skies of the ecpjilateral triangles are in parallel 



toth direction f [11 -2] of GaAs by coating a mask 
on a GaAs(1l1) A surface substrate and forming 
the windows on the nuisk by lithography. 

Rg.2. is a partial plan view showing the state of the 
growing GaN flints which is piling on a GaAs sur- 
faces exposed in the windows and expanding 
beyond the windows in horizontal directions as 
shaping a regular (equilateraQ hexagoa 

Rg.3 is a partial plan view showing the state of reg- 
ular hexagon GaN aystals being in contact with 
each other and covering masks. 

Rg.4{1) is a sectional view of the state in which a 
mask formed on a GaAs(1 1 1) A surface, and win- 
dows are perforated in the mask. 

Rg.4(2) is a sectional view of the state in which 
GaN buffer layers are formed within the windows on 
the GaAs surface. 

Rg.4(3) is a sectional view of the state in which the 
GaN epitaxial layer is further grown on the GaN 
buffers above the top of the mask. 

Rg.4(4) is a sectional view of the state in which the 
GaN layer substrate is obtained as an independent 
freestanding layer by removing the GaAs substrate. 

Rg.5 is a schematic sectional view of the apparatus 
for growing a GaN crystal on a GaAs substrate by 
an IHVPE method. 

Rg.6 is an example of an epitaxial structure of a 
GaN light emitting device produced on a GaN sub- 
strate. 

Rg.7 is a plan view of a triangle-type LED chip with 
respect to an embodiment of the present inventk>n 
in which the cleavage planes are assigned to three 
circumferences. 

Rg.8 is a plan view of a lozenge(rhomblc)-type LED 
chip with respect to an embodiment of the present 
invention in which the cleavage planes are 
assigned to four circumferences. 

Rg.9 is a plan view of a quadrilateral(parallelogram- 
mic)-type LED chip with respect to an embodiment 
of the present invention in which the cleavage 
planes are assigned to four circumferences. 

Rg.10 is a plan view of a trapezoid-type LED chip 
with respect to an embodiment of the present 
invention in which the cleavage planes are 
assigned to four circumferences. 
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Rg. 11 is a plan view of a regular(equilateral) hexa- 
gon-type LED chip with respect to an embodiment 
of the present invention in which the cleavage 
planes are assigned to six circumferences. 

Fig. 12 is a partial plan view for showing a group of 
cutting lines scrit>ed along cleavage planes on the 
QaN wafer in order to obtain triangle-shaped chips. 

Rg.13 is a partial plan view for showing a group of 
cutting lines scribed along cleavage planes on the 
GaN wafer in order to obtain lozenge(rhombic)- 
shaped chips. 

Fig. 14 is a partial plan view for showing a group of 
cutting lines scribed along cleavage planes on the 
QaN wafer in order to obtain quadrilateral(parallelO' 
grammic)-5hgped chips. 

Fig. 15 is a partial plan view for showing a group of 
cutting lines scribed along cleavage planes on the 
GaN wafer in order to obtain trapezoid-shaped 
chips. 

Rg.16 is a partial plan view for showing a group of 
cutting lines scribed along cleavage planes on the 
GaN wafer in order to obtain regular triangle- 
shaped chips. 

Rg.17 Is a line figure Ibr explaining that tiie neigh- 
boring cleavage planes meet at right angles by 
inclining a (0001) chip surface at an angle of 45 
degrees to a certain direction. 

Rg.18 is a partial plan view of tiie wafer in which 
quadrilateral LDs assigning cleavage planes to res- 
onators are produced by cutting off along a group of 
cleavage planes making an angle of 120 degrees to 
each otiier in the LD having a strip structure. 

Flg.19 is a plan view of an LD chip in which the 
cleavage planes produced by cutting off along a 
group of deavage planes making an angle of 120 
degrees to each otiier are assigned to resonator 
surfaces. 

Rg.20 is a partial plan view of the wafer in which the 
LD chips are made by cutting off by lines 24 along 
the cleavage planes in the directions intersecting at 
right angles to the strips and cutting off by lines 30 
along non-cleavage planes in the directions in par- 
allel to tiie strips. 

Fig.21 is a plan view of the LD chip which is made 
by cutting along the cleavage planes perpendicular 
to tiie stripes and cutting along the non-deavage 
planes in parallel wtth th stripes. 



[Embodiment 1 : producing of GaN substrate] 

[0036] The method of producing a GaN substrate will 
be explained by referring to Rg.4(1) to Rg.4{4). AGaAs 

5 (1 1 1) A surface wafer having a diameter of 2 inches is 
used as a substrate. After an insulated layer made from 
SIO2 has been formed on the GaAs substrate as a 
mask, a group of dotted windows is bored on tiie mask 
by photolithography. This condition is shown in Rg.1 

10 and Rg.4(1). All dotted windows are shaped in 2 ^m 
squares. A series of dotted windows are lined up at 
intervals of 4 ^m pitch in [1 1 -2] direction. Anotiier series 
of dotted windows are lined up at a distance of 3.5 pm 
pitch away from the first line. The second series are 

IS lined at tiie same intervals (4 ^m pitch) in [-1 10] direc- 
tion. The same line arrangement is repeated till all the 
dotted windows have been lined up fully on the mask. 
Here, neighboring lines are arranged to deviate from 
each other in phase of 1/2 pitch in line [1 1 -2] directbn. 

20 [0037] Furtiier. buffer layers having a tiiickness of 
about 80 nm are formed on the GaAs substrate 
exposed in the windows at a temperature of about 490 
'^C by HVPE (Halide VPE) mettiod. This state is shown 
by Fig.4(2). A QaN epitaxial layer having a tiiickness of 

25 about 120 ^ is grown further on the buffer layer at a 
temperature of about 970°C by heating the GaAs sub- 
strate. The sanple attains to the state shown by Rg. 
4(3) of a GaNA3aAs structure, passing the states shown 
by Rg.2 and Rg.3. 

30 [0038] Then, the GaAs substrate Is removed from the 
GaN/GaAs wafer by aqua regie, which is shown by 
Fig.4(4). We obtained an independent freestanding sin- 
gle GaN substrate with a thickness of atx>ut 120 pm 
enough to become a freestanding layer. 

ss [0039] Tti*^ GaN substrate is a single aystal and dis- 
plays n-type conductivity. The surface of tiie GaN sub- 
strate is a (0001) plane. Hence, the normal line is in 
parallel with c axis. The cleavage of GaN was confirmed 
to be actually cut on the cleavage plane {1 -1 00} of GaN. 

40 Particularly, it was found ttiat tiie scribed lines formed 
on the rear surface of tiie GaN helps to implement an 
- extremely easy cleavage of GaN. We confirmed that the 
cleavage planes are straight lines, and the cleavage cut 
planes are even. The GaN chip having sides of {1-100} 

45 cleavage plane can be produced k)y making use of the 
{1-100} cleavage plane. In particular, tiiis invention pro- 
duces LEDs and LDs having side surfaces of {I-100} 
cleavage planes. 

50 [Embodiment 2] 

[0040] A GaN single crystal substrate (0001). which 
has been produced by tiie same method as Embodi- 
ment 1, is a start material. However. Embodiment 2 dif- 
55 fers from Embodiment 1 in tiie shapes of mask and 
window. In Embodiment 2, pairs of a striped window 
having a width of 2 pm and a striped mask having a 
widtii of 3 (im are repeatedly lined up in [1-100] direc- 
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ton. An independent freestanding GaN substrate 
approximately equivalent to Embodiment 1 can be 
obtained. An LED epitaxial structure is formed on the 
GaN (0001) surfece by MOCVD method. This structure 
is as same as the LEDs put on sate. Rg.6 is a sectional 
view of the structure. An n-AlGaN layer 13, a Zn<loped 
n-!nGaN 14, a p-AIGaN 16 and a p-GaN 17 are epitaxi- 
ally grown in the order on the GaN substrate 12. The 
substrate and all epitaxially grown layers are GaN-type 
crystals. No foreign material is contained. Further, a 
conductive transparent electrode 20 is positioned on the 
p-GaN layer, and a p-side electrode 21 is positioned on 
the conductive transparent electrode 20. An n-side elec- 
trode 22 is fbnfned on the rear surface of the GaN sub- 
strate. 

[0041 ] Fig.7 from Rg. 1 1 show various shapes of LED 
chips. Fig. 12 from Fig. 16 show various groups of cleav- 
age lines. Since the n-GaN substrate has a GaN(OOOI) 
orientation, the {1-100} plane on the GaN(0001) is per- 
pendicular to the surface of the sut>stFate but each 
cleavage plane is at an angle of 60 degrees with each 
other. No right angle is obtained. Therefore, If only nat- 
ural cleavage tries to form all the outlines of chips, each 
vertex of chips is restricted to have an inner angle of 
120 degrees or 60 degrees. 

[0042] ng.7 shows an equilateral triangle-type LED 
that has three deavage planes, i.e. (1-100), (01-10) and 
(-1010) on the side surfaces. Such a triangle-type LED 
is unfamiliar but there are no problems to use as a sem- 
iconductor chip capable of using Independently. It is 
very simple to draw cutting lines in parallel with each 
other in three direction on the rear surface of the GaN 
wafer. Fig. 12 shows a group of cutting lines along the 
cleavage planes. 

[0043] Fig.8 shows a lozenge(rhombic)-type LED cNp 
that has four cleavage planes, (0-110), (10-10), (01-10) 
and (^1010) on the side surfaces. When cut lines are 
drawn on the rear surface of a wafer, a pair of two paral- 
lel cutting lines are repeatedly formed at regular inter- 
vals. Rg.13 shows a group of cutting lines. A lozenge- 
type semiconductor chip is rare but there is no incon- 
venience in the handling. 

[0044] Rg.9 shows a quadrilateral(parallelogrammic)- 
type LED chip having four cleavage planes, i.e. (0-110), 
(10-10), (01-10) and (-1010) in the side surfaces. The 
cleavage planes are the same as the lozenge-type LED 
chip, but the quadrilateral-type LED chip has neighbor- 
ing sides of different'lengths. When cutting lines are 
drawn on the rear surface of the wafer, a pair of two cut- 
ting lines in parallel with each other at an angle of 60 
degrees are repeatedly drawn, as shown by Rg.14. 
Here, the intervals between two pairs of two parallel cut- 
ting lines are different. Such a quadrilateral-type LED 
chip is preferable for LEDs that are required to have ani- 
sotropy. 

[0045] Rg.1 0 shows a trapezoid-type LED chip having 
four cleavage planes. Le. (1-100), (10-10), (01-10) and 
(-1010) on the side surfaces. The trapezoid can be 



shaped by combining thre triangles or f ive triangles. It 
is unprecedented that the shape of trapezoid is adopted 
as a semiconductor chip. First cleavage is practiced in 
long-side direction, and second cleavage is practiced in 

5 the direction making an angle of 60 degrees to the long 
side direction, which is shown by Rg.15. The cleavage 
at a stroke is impossible. The shape of trapezoid having 
no translation symnnetry is difficult to be cut at once. 
This type is rather preferat)le as an anisotropic light 

10 source. 

[0046] Fig 1 1 shows a hexagon-type LEG chip having 
six cleavage planes, i.e. (MOO). (10-10). (01-10), (- 
1100). (-1010) and (0-110) on the side surfaces. The 
shape of hexagon is strange for semiconductor chips. 
IS The cutting along the cleavage planes is possible but 
not easy Rg.1 6 shows a group of cutting lines. Some 
idea should be necessary for cutting the lines shaped 
like honeyconfbs. for example, to use a cut tool shaped 
like a honeycomb. 

[0047] The GaN single crystal substrate with the epi- 
taxial growing layers is diced up into a plurality of chips 
along the {1-100} cleavage plane. Simple and clear dic- 
ing is implemented due to the natural deavage. 
[0048] When a current was supplied to these devices 
from the p-side electrode to the n-side electrode, bright 
blue light emission is recognized. The devices are con- 
firmed to act normally as LEDs. 
[0049] The dicing of chips making use of the natural 
cleavage Is simple and accurate. In this case, the yield 
Is raised in comparison with the scribing candied out fbr 
dividing GaN devices on the sapphire substrate. High 
yield enables blue light emitting devices to reduce the 
production cost. 

[0050] GaN cleavage plane is {1-100}. {1-100} deav- 
age has an advantage of being perpendicular to (0001) 
surface but has a disadvantage of not making right 
angles to each other. It will be better and convenient for 
LED chips to have the sides perpendicular to each 
other. Making the cleavage planes vertical is not impos- 
sible, which is explained by Rg.1 7. The regular hexagon 
efghij is a deavage plane on the (0001) surface. Each 
side is at an angle of 60 degrees with each neighboring 
side. Since the cleavage planes are vertical to the 
(0001) surface, the side surfaces of the regular hexagon 
perpendicular to the (0001) surface are said to be deav- 
age planes. When the regular hexagon cylinder is cut at 
an indining angle of 45 degrees, an irregular hexagon 
as shown in the bottom right of Rg.1 7 is obtained. The 
side ij meets at right angles with the side ej. and the side 
gh meets at right angles with the side gf. The deavage 
planes being at right angles with each other are 
revealed. Then, the LED chip shaped like a rectangle is 
made by adopting only the cleavage planes of gh, gf, ji. 
and ej as cutting lines. It is a little strange that the deav- 
age planes are not at right angles with the surface but 
are at 60 degrees with the surfiace. The slantingly cut 
surface is a (1001) plane which has the difficulty of 
growing. Therefore, cun'ent techniques can not over- 
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come this difficulty. If th GaN layer were ep'rtaxialty 
grown originally on the GaAs(1.11) surface, a long-size 
GaN crystal much longer than a diameter of the wafer 
sh uld be grown. Such a technique is not be estab* 
lished at present 5 

[Embodiment 3: in the case of LD] 

[0051] The GaN laser devices grown on the 
GaN(OOOI) substrate produced by Embodiment 1 are io 
diced up into chips. The striped structure of active layers 
is made by forming an AIGaN layer, an InGaN MOW 
layer, an AIGaN layer and a p-type GaN layer on the 
GaN substrate in order by MOCVD method, and by 
forming patterns like stripes. is 
[0052] The striped structure is arranged to be vertical 
to a cleavage mirror surface in the longitudinal direction. 
As mentioned above, since the cleavage plane is {1- 
1 00). the direction of the strp ought to be < 1 -1 00 ) . Tlie 
laser structure Is made, as shown in Rg.18, and strips 20 
26 are formed in parallel with each other in < 1-1 00). 

The scribing is done by cutting lines 24. 24 which 

are vertical to the stripes and cutting lines 25, 25, .... 
which are at an angle of 120 degrees with the cutting 
lines 25. The side surfaces 24 and 25 are all cleavage ss 
planes, so that the chips are separated by giving an 
impact to the striped structure after the rear surface of 
the wafer has been scribed. The LD chip is shaped like 
a quadrilateral, as shown by Fig.9. The end surfaces 24, 
24 are cleavage planes which are both end surfaces of so 
the strip. The end surfaces enjoying cleavage contain 
not only the substrate surface but also the epitaxial layer 
surfaces. This cleavage plane becomes a resonator 
mirror which is superior to the resonator of sapphire 
substrate GaN lasers in the properties of evenness, ss 
snfToothness, high reflection factor and high yield. 
[0053] The four sides of the quadrilateral LD are 
cleavage planes. This is faithful to the assertion of this 
invention, but a half of the wafer area becomes in vain 
even if it goes well as tong as the stripe structure is 40 
required. As known from Fig. 18, even if the position of 
strips is determined anywhere, fines intersecting the 
slanting cutting lines 25 with the stripes 26 are gener- 
ated in chips 29. Such chips 29, 29 can not be used. 
[0054] To solve the problem, as shown in Rg.20. the 4S 
cutting lines 24. 24 intersecting at right angles to the 
stripes 26 are along the cleavage planes but the cutting 
lines 30. 30 are not along the cleavage planes. Hence, 
slanting cleavage planes 25 are not used. Such a chip 
is shown by Rg.21 . There are no useless chips. Even if so 
it takes time to cut non-deavage plane cutting lines 
30,30 and the cut surfaces are suffering from a little 
roughness, there occurs no problem in the non-nrnrror 
surfaces. 

ss 

Claims 

1. A gallium nitride-type semkx)nductor device com- 



prising: 

a (0001) surface gallium nitride single crystal 
substrate having cleavage planes: 

GaN-type semicorxluctor epitaxial layers piled 
on the (0001) surface gallium nitride single 
crystal substrate; 

an electrode formed on the single crystal sub- 
strate; and 

an electrode formed on the GaN-type semicon- 
ductor epitaxial layers; 

wherein at least two sides of the device are 
assigned to cleavage planes of the GaN sub- 
strate. 

2. A gallium nitride-type semicorxJuctor device as 
claimed in claim 1, wherein the device is a light 
emitting diode (L£D) having side surfaces and all 
the side surfaces of the LED are cleavage planes. 

3. A gallium nitride-type semiconductor device as 
claimed in claim 2, wherein the LED is shaped in an 
equilateral triangle. 

4. A gallium nitride-type semiconductor device as 
claimed in claim 2, wherein the LED is shaped in a 
lozenge. 

5. A gallium nitride-type semiconductor device as 
claimed in claim 2. wherein the LED is shaped in a 
parallelogram. 

6. A gallium nitride-type semiconductor device as 
claimed in claim 2, wherein the LED Is shaped in a 
trapezokl. 

7. A gallium nitride-type semiconductor device as 
claimed in claim 2, wherein the LED is shaped in a 
regular hexagon. 

8. A gallium nitride-type semiconductor device as 
claimed in daim 1, wherein the device is a parallel- 
ogrammic laser diode having a stripe, end surfaces 
and side surfaces, the end surfaces intersecting at 
right angles to the stripe are assigned to cleavage 
planes, and the side surfaces are assigned to 
cleavage planes making an angle of 120 degrees to 
the end surfaces. 

9. A gallium nitride-type semiconductor device as 
claimed in claim 1. wherein the device is a rectan- 
gle laser diode having a stripe, end surfaces and 
side surfaces, the end surfaces intersecting at right 
angles to the stripe are assigned t deavag 
planes, and the side surfaces are assigned to non- 
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